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CnoCOS nO^ytSEHKii MEP)KABEIOiUE« ttAJiH 



i 

MaobpeieHHe othochtcr k wepHofl MeraJiJiyp- 

run, a UMChno tv cnox.oCy njsonjoMiic i Dd bttcoKO* 

xpoMHCT-ux « Apyr«x KOMnjieKCHCKierHpoBait 
hmx oepMcascKHUHx crajieft, b tom *mcne .nerH- 

pOMHHUX TMT3H0M. 

HasecTHhifi onocoO nonyMeHH* nepwaBeKWUefi 
xpo*coAep»cameA ctzuih BXAKmeT a ce<5« pae- 
uaa&ieHife iuhxtu, oteayrjiepoawaaHne pac- 
HJiaaa, pacKHcneuHe, /lerHpoBaHMe, h awnycK 
ruxaBKH b koboi noA nepftH^HWM ojjibkom. B bbh- 
Hy do xoAy' anaBKH bboaht okhcjiu Mapj-aniu. 
OcHOBHocTb uuiaxa nepea BbinycKow JUiaaKH hs 
neflH yaejiuqHBaioT nyieM npkcaAKH Mapramye— 
Bod hah xpoMHCTOfi pyAM » H3BecTB, flajiee u& .; 



BbinycK RjiaatcH ocymecrajiflipt; rienoci^jjc*^- 

aiaaKa He iieuec 1,3 c oimoBpeiieHHhii* Jierwpo- 
aa M H€M Merajuia THtaHOM. 
5 Bun^iaBica cravtM no Hosoiny cnocooy aaKJiio- 
weTca B c^eAyioiueM. B craieajia8itabH|i) 
neqb aarpyncaioT uetaajiHHecKyio iohxtv^ -xpo^ 
Mf?By*> py^y, OKHcnu hjih Kap6oHaxbi itapraBRri 
hochobhuc ULaaKao6pasyiouuie MarepnaJiM. 3a* 
io T eM b oChi^iHow nopfUiKe pacnjiasjiaiOT h o6eayr* 
Jiepo)KflBaioT paciuiaa. ripH 3tom iipoAysKV 

r «pOH3BOAHt KHOlOpOAOM Kfltt PCCCLIO KMOlOpo- 

v »a a HeflTpaJibaoro. rasa, a npa BkionaBKe aaor- 
ra^iji Mepea cronopnoe OToepcrHc riepeiaBaiOT 15 aaora xSom^h^ , «w-T /^f^ KHfaopoAa. h 
bo Btopoft kobuT r A e npoBoiiiT neivpoMHHe 

".HO/iHJlH: nOJIHOCfklfW.' uapJ»^i!... ' 5 




Ue^K> H3o6peT6HHii HM S erci ! „0B«V^ : ^S 

BuutcHHc npoHjBOflHT.c/ibHocTM. . cTajenv.aaHJii^ a30 ?°»«- 
Horo arperara - ^-...^'^ Y I ■ aHa^uaa npo6 M«iUM», 

Ann aroro b aau h y fl o piomeXMH. bbomt' • JSSv'SS"^ «H>OHaBo«ar 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag- forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter - — 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1 .3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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